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Title of the Invention- 

A safety personal ornament for shielding microwave and a method for 
producing the 

Claims: 

1. A safely personal ornament for shielding microwave, which is 
obtained by forming a nonpolar superconductive rubber coating 

* 

membrane on a surface of fabric and textiles made of knitting and 
woven fabrics of a nonpolar fiber by a ripping method or a glue coating 

» 

method using a nonpolar liquid superconductive rubber having 10* 2 
Gem or less of volume resistivity. 

2. A method for producing a safety personal ornament for shielding 
microwave according to claim 1 comprising: 

adding 10 to 20 parts by weight of crosslinJker Catalyst EG, 
200 to 300 parts by weight of silver powder (determined by 
precipitation method, reduction method, or electrolytic method), and 20 
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to 100 parts by weight of toluol to 100 parts by weight of liquid silicone 
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rubber to give a mixture, 

stirriag, mixing and dispersing homogeneously the mixture to 
give a flexible and nonpolar liquid superconductive rubber having 10~ 2 
ficm or less of volume resistivity, and 

forming a superconductive rubber membrane on a fabric and 
textiles made of knitting and woven fabrics of a nonpolar fiber by a 
ripping method or a glue coating method using the nonpolar liquid 
superconductive rubber to give a complex. 
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